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CLAIMS 




A method of making a modified pigment comprising reacting a pigment 
having attached a first chemical group with a second chemical group to form said 
pigment having attached a third chemical group, wherein the second chemical group 
reacts with the first ci^emical group to form the third chemical group, and said first 
chemical group comprisesNat least one electrophile and said second chemical group 
comprises at least one nucleophile, or vice versa. 

The method of claim 1, wherein said pigment having attached said first 
10 chemical gWp is prepared by reacting a diazonium salt having a first chemical group 
with at least ohe type of pigment to form said pigment having attached a group 
comprising the firsbchemical group. 

3* The method/61^1aim 1, wherein the first chemical group, the second 
chemical group, and the tfrifcd ahemical group each comprises at least one organic group. 
15 4. The method <#>daim 3, wherein the organic group is selected from the 

group consisting: carboxylic aci^or esters, acid chlorides, sulfonyl chlorides, acyl 
azides, isocyanates, ketones, ald^ydes, anhydrides, amides, imides, imines, 
a,p-unsaturated ketones and aldehyde^salkyl halides, epoxides,alkyl sulfonates and 
sulfates, amines, hydrazines, alcohols, thiols^ydrazides, oximes, carbanions, aromatic 
20 compounds, and salts and derivatives thereof 
^jjJo *5>\The method of claim 1, wherein the first chemical group comprises an 

alkylsulfate groi^^carboxylic acid group, or a salt of a carboxylic acid group. 

6. *~ The method of claim 1, wherein the first chemical group comprises a (2- 
sulfatoethyl)^sulphone group. 
25 7. The method of claim 6, wherein the first chemical group is phenyl-(2- 

sulfatoethyl)-sulphone. 

8. The method of claim 1, wherein said second chemical group comprises 
a polymer. 

The method of claim 8, wherein the polymer is selected from the group 
30 c consisting: a>polyamine, a polyalkylene oxide, a polyol, a polyacrylate, and salts and 
derivatives thereol 
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10. The method of claim 9, wherein the polymer is a polyamine. 

1 1 . The method of claim 1 0, wherein the polymer is polyethyleneimine. 

12. The method of claim 1 , wherein said pigment is carbon black. 

13. The method of claim 1, wherein said pigment comprises a blue pigment 
5 black pigment, brown pigment, cyan pigment, green pigment, white pigment, violet 

pigment, magenta pigment, red pigment, yellow pigment, or mixtures thereof. 

14. The method oft claim 1, further comprising reacting said third chemical 
group attached onto said pigment with at least one additional second chemical group, 
wherein the additional second chemical group comprises at least one electrophile and the 

10 third chemical group comprises at least one nucleophile, or vice versa. 

15. The method of claim 14, wherein the additional second chemical group 
comprises a carboxylic acid group, a acid chloride group, or an anhydride group. 

16. The method of claim 14, wherein the additional second chemical group 
comprises a polymer. / \ 
jgS^K. The ie 
consisting: a p&lyamine, a polyol 



15^0(£^ me ^^ °f clai y 1 16 > wherein the polymer is selected from the group 

£ c 



polyamino acid, and salts and deri 
18. The method o'f 



a polyalkylene glycol, a polyacrylate, a protein, a 
natives thereof. 

m 16, wherein the polymer is a polyacrylate or 
methacrylate. / / 

20 19. The method of claim 1 8, wherein the polyacrylate is polyacrylic acid. 

20. The method of claim 14, wherein the additional second chemical group 
is succinic anhydride. 

A modified pigment comprising a pigment having attached at least one 
organic group, wherein said organic group comprises: the reaction product of at least one 
25 (2-sulfatoethyl)-sulphone group and at least one nucleophilic polymer 

22. The modified pigment of claim 21, wherein the organic group is directly 
attached to the pigment. 

23 . The modified pigment of claim 2 1 , wherein the (2-sulfatoethyl)-sulphone 
group is phenyl-(2-sulfatoethyl)-sulphone. 

30 24. The modified pigment of claim 21, wherein said nucleophilic polymer is 

a poly(vinyl alcohol), polyalkylene glycol, polyamine, or combinations thereof. 
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25. The modified pigment of claim 21, wherein the nucleophilic polymer is 
polyethyleneimine or derivatives or salts thereof. 

A modified pigment comprising a pigment having attached at least one 
organic group>wherein said organic group comprises: the reaction product of at least one 
benzoic acid grouped at least one nucleophilic polymer. 

27. The moaifiedjDigment of claim 26, wherein the benzoic acid group is 
directly attached to the pimifeiit. 

28. The modifierfpi^i^g^erf^claim 26, wherein said nucleophile polymer is 
a poly(vinyl alcohol), polyalkylene glyb^l, polyamine, or combinations thereof. 

10 29. The modified pigment of clamv26, wherein the nucleophilic polymer is 

polyethyleneimine or derivatives or salts thereof. 

A modified pigment comprising a pigment having attached at least one 
organic grou^>v4wein said organic group comprises: the reaction product of at least one 
electrophile and a nucteQphilic polymer; and an acylating agent. 
15 31. The modified pigment of claim 30, wherein the nucleophilic polymer is 

a poly(vinyl alcohol), a polyalkylene oxide, a polyamine, or combinations thereof. 

32. The modified pigment of claim 30, wherein the nucleophilic polymer is 
polyethyleneimine or derivatives or salts thereof. 

33. The modified pigment of claim 30, wherein the acylating agent is succinic 
20 anhVdride or polyacrylic acid. 

v34. An ink composition comprising a liquid vehicle and a modified pigment, 
erein the^odified pigment comprises a pigment having attached at least one organic 
group, wherein s^d organic group comprises: the reaction product of a pigment having 
attached at least one\(2-sulfatoethyl)-sulphone group and at least one nucleophilic 
25 polymer 

35. The ink composition of claim 34, wherein the ink composition is an inkjet 
ink composition. 

^^6. An ink composition"b<^pri^ing a liquid vehicle and a modified pigment, 
wherein the modified pigment comprises^mjment having attached at least one organic 
30 group, wherein said organic group comphse^:r^e reaction product of a pigment having 
attached at least one benzoic acid group and at leastSsIjie nucleophilic polymer. 
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37. The ink compositirfno^4|^in 36, wherein the ink composition is an inkjet 
ink composition. 

5. An ink composition comprising a liquid vehicle and a modified pigment, 
wherein the me^i^d pigment comprises a pigment having attached at least one organic 
group, wherein said ofrg^nic group comprises: the reaction product of a pigment having 
attached at least one electrophile and a nucleophilic polymer; and an acylating agent. 

39. The ink composition of claim 38, wherein the ink composition is an inkjet 
ink composition. 




